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A recent review of the PAIR system for the above-noted application indicates the 
previously filed third party submission was denied entry because the USPTO indicated the 
reference was missing. However, it is respectfully noted that when the third party 
submission was mailed to the USPTO, the reference was properly attached to the third 
party submission, as evidenced by the first page of the third party submission. 

That is, the first page of the third party submission indicates the GB Patent No. 
1 ,226,333 was attached to the submission (see the box checked in the last line of the first 
page). Therefore, it appears the reference was lost possibly in the mailroom of the USPTO. 
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Accordingly, as the originally subnnission was timely filed, and this subsequent 
submission includes evidence the reference was attached, it is respectfully requested the 
third party submission be appropriately fonvarded to the Examiner. Enclosed is another 
copy of the recently filed third party submission and the relevant reference GB Patent No. 
1 ,226,333 - Published on March 24, 1 971 . The attorneys in charge of this application have 
also been forvyarded the above-identified relevant patent. 
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(54) CAST GYPSUM PLASTER ARTICLES 



(71) We, BPB Industwes Limited, a 
British iCompany, of Ferguson House, Alaryle- 
bone Road> London, N.W;1, do hereby declare 
the invention for which we pray that a patent 

5 may be granted to us and die method by whidi 
it is to be perxormedj to be panicularly de- 
scribed in and by the following statement; — 

This invention relates to precast gypsum 
sheets, slabs and blocks. 

10 Such articles of cast gypsum plaster, e.g. 
gypsum plasterboard, have a tendency, in the 
presence of significant free moisture, to deform 
when stressed due to a phenomenon known as 
" plastic flow." Plastic ilow, which may occur 

15 even under the weight of the article alone, is 
to be distinguished from the virtually instanta- 
neous elastic deflection which occurs for exam- 
ple when a load is applied to a beam. The 
latter phenomenon obeys weE known physical 

20 laws, is entirely predictable, and is unimpor- 
tant in comparison with the plastic flow which 
can occur in unfavourable circumstances. Plas- 
tic flow occurs slowly and increases in magni- 
tude with time although eventually it tends to 

25 reach a limiting value. This effect does not 
obey any known physical laws, nor is tiie ex- 
tent to which it will occur predictable. It is 
known that a number of factors can lead to 
increases in the amount of plastic flow record- 

30 ed, especially the uptake of excessive amounts 
of moisture such as would occur with poor 
storage on site in wet or damp weather, expo- 
sure to rain or the formation of condensation 
on the boards when the air temperature drops 

35 at night, in unsatisfactory job conditions where 
huiniditics are high and ventilation is poor. 
(This latter effect could occur either during 
storage or after erection). Plastic flow is negli- 
gible when the plasterboard is dry or virtuSly 

40 dry or when proper precautions have been 
taken to avoid incidence of tiie adverse condi- 
tions mentioned above. 

It has now been found that precast gypsum 
plaster sheets, slabs and blocks containing tar- 

45 taric acid have a greater resistance to plastic 
flow than similar aniclcs not containing tartar 
ic add. 



Accordingly the present invention provides 
a precast gypsum plaster sheet, slab or block 
in which the set gypsum contains tartaric acid 50 
and also a method of preparing a precast gyp- 
sum sheet, slab or block from pla^ in vc&ch 
tanaric add is included in the mix to be cast 
so that it subsists in the set sheet, slab or 
block. 55 

The tartaric add can, for example, be added 
as a solid to the plaster or dissolved or dis- 
persed in the water used in forming the mix. 

The total amount of t^taric acid in the set 
product preferably ranges from 0,005 to 0.2 60 
weight percent based on the dry plaster used 
in the mix, the most preferred range, particu- 
larly for plasterboard, being 0.01 or 0X)3 to 
0.09 or OJlO weight percent. The particularly 
preferred range for tartaric add in plaster- ^5 
board is from 0.03 to 0.06 or 0.07 wd^t per- 
cent. 

The tartaric add addition appears to have 
no undesirable side-effects, and retains its 
effidency in restricting plastic flow when used 70 
in conjunction with the usual setting accelera- 
tors (e.g. mineral gypsum, ground set gypsum, 
potassium sulphate and mixtures thereof and 
other additives {e.g., starch, foam) convention- 
ally used on plasterboard plants. The mix may 75 
be formed, cast and set under non-alkaline 
conditions. 

The following examples illustrate the im- 
provement in plastic flow resistance brought 
about by the presence of tMtaric add. In die gg 
Examples the percentages quoted are by 
weight based on the weight of dry plaster used 
in die mix, and unless otherwise stated die 
results are those obtained after a test period 
of three weefo. The sag in each case is 35 
measured as the vertical distance through 
which the region of the beam midway between 
the points, which support Ae ends of the 
besmo, descends from the position initially oc- 
cupied by the mid-point on erection. go 
Examples 1 to 9 

A number of tests to determine the efficiency 
of tartaric add as an inhibitor of sag due to 
plastic flow were carried out in the laboratory. 
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In these tests the plaster-water slurry was 
sometimes aerated as when making plaster- 
board, while on other occasions simple plaster- 
water slurries only were used. In practice it 

5 is usual to add a preformed foam to the slurry 
when making plasterboard. A number of foam- 
ing agents are used, two of panicular impor- 
tance being designated Resin Soap and "Tee- 
pol (Trade Mark). Resin Soap is based on 

10 natural pine tree resin, which is converted to 
a soap by the use of alkah', while " Teepol " 
foaming agents are based on sodium secondary 
alkyl sulphates and sodium benzene sulphon- 
ates. In practice it was found that tartaric acid 

15 was equally effeaive in the presence of ei±er 
of these foaming agents or no foaming agent 
at all. Only simple plaster beams were cast 
and no attempt was made to prepare plaster- 





% Tartaric 


% of Sag of Control 


Example 


Acid 
Nil 


Beams 
100 






After 
1 week 


After 
3 weeks 
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0.001 


84 






83 
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0.002 


71 






68 
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0.005 


53 






51 
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0.01 


45 






20 — 45 
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0.020 


33 






29 


6 


0.03 








15 — 35 
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0.04 








23 — 50 
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0.05 








9 — 26 
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0.06 








17 — 35 
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0.09 








24 — 31 


9a 


0.10 
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board, i.e. a sheet of set plaster between, and 
adhering to, two sheets of paper. TTic 20 
sag tendencies <rf the beams after 
drying at 40'' C were tested by simply 
supporting them at IZ" centres, Le., at 
points W apart in an atmo^here of 90% 
r.h./20**lC It is now known that this method 25 
gives results which, when compared with con- 
trol bars containing no additives, somewhat en- 
hances the relative effects compared with site 
conditions using plastciboard proper. How- 
ever, the method is still comparative and m- 30 
dicative and is useful because of its simplicity. 

Typical results obtained during a number 
of tests over the periods stated with different 
plasters in the laboratory are given in the fol- 
lowing Table 1 : 35 



The marked improvement in sag resistance 
at all levels of addition of tanaric acid is easily 
seen from these i^ults. While the invention 

40 applies to a wide range of tartaric acid addi- 
tion these conditions indicate that from 0.01 
to 0.10% by weight based on the plaster will 
normally be preferred. The different degrees 
of improvement from example to example, and 

45 within some of the individual examples, is due 
to the fact that each example covers a number 
of tests conducted with different plasters and 
mixes. 



Examples 10 to 14 

-Plant trials have been carried out in two 50 
ways. The tartaric add has been added either 
as a solid to the plaster feed or as a solution 
to the main water feed and the two methods 
have been found to be equally effective. 

The following results were obtained when 55 
the plastic flow tendency of production plaster 
boards containing tartaric acid was compared 
with that of control boards which contained 
no additive. Pieces of each type of plaster- 
board were simply suspended at 18'' centres 60 
for these tests in an atmosphere of 
90%r.h./20° C for three weeks. 
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Tabu 2 



Example 


Amount of 
Tartaric Add 


% Sag of 
Control Boards 




Nil 


100 


10 


0.01 


69 


11 


0.02 


45 


12 


0.04 


35 


13 


0.06 


36 


14 


0.09 


27 



10 



Ttt board being produced was normal qua- 
lity production board except for the tartaric, 
acid addition. The dry board weight was about 
1750 lbs,/1000 sq. ft. and was adjusted in tiie 
normal way by the additon of a prefonned 
foam. The foaming agent used was of the 
" Teepol" type. The usual amounts of a stardi 
bonding agent were also added to the slurry 
to make the plasterboard. 

Example 15 and 16 

The above examples all relate to testing in 



damp air. Work has also been done which 
shows that even when wet with liquid water 
the improvement in sag resistance is not im- 
paired. For example, whole boards were nailed 
to joists at 16" centres and some were sprayed 
with water over a period of 5 days^ the total 
amount of water applied to the iboards during 
this time being about 300 ^./sqit. The boards 
were maintamed in an envu^onment of at least 
90%rh/20° C in between spraying operations. 
The results obtained were:— 
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Table 3 



Emnpk 


Amount of Tartaric 
Add in Board (%) 


J Condition of 
Board 


% of Sag Control 
Boards 


15 
16 


0.06 


Wetted 


41 


0.06 


Not wetted 


48 



25 Example il7 

Smaller pieces of board measuring 20" x2" 
were cut from whole boards as used in Exam- 
ples !15 and '16 and allowed to soak in water 
in the laboratory. When freely supported at 

30 18" centres these also sagged on average to 
about 35—40% of the extent to which pieces 
of control board sagged. This compares widi 
the 36% obtamed for non-soaked boards in 
an atmosphere of 90% r.h./20° C. 

35 WHATWEOLlAIiMK: — 

il. 'A precast gypsum sheet, slab or block 
in which the set gypsum contains tartaric acid 
2. A plasterboard in whidi the set gypsum 
core contains tartaric add, 

40 3. A precast article according to claim 1 
or 2 wherein the set gypsum contains from 
0.005 to 0.2 weight percent of tartaric acid 
based on the dry plaster used in the mix. 



4. A precast article according to claim 3 
wherein the set gypsmn contains from OXJl to 45 
Oil weight percent of tartaric acid based on 

the dry plaster used in the mix. 

5. A precast article according to claim 4 
wherein die set gypsum contains from 0.03 to 
0.09 weight percent of tartaric acid based on 50 
the dry plaster used in the mix. 

6. A precast article according to daim 5 
wherein the set gypsum contains from 0.03 to 
0.07 weight percent of tartaric acid based on 

the dry plaster used in the mix. 55 

7. A precast article according to claim 6 
wherein the set gypsum contains from 0.03 to 
0.06 weight percent of tartaric add based on 
the dry plaster used in the mix. 

8. A method of preparing a precast gypsum 60 
sheet, slab or block from a water / plaster 
mix in which tartaric acid is induded in the 
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mix to be cast so that it subsists in the set 
product. 

9. A method according to claim 8 wherein 
the tartaric add is incorporated as a solid in 

5 the plaster. 

10. A method according to clami 8 or 9 
wherein the tartaric acid is included in the 
water for forming the mix. 

11. A method accordiing to any of dauns 
10 8 to 10 wherein the total amount of tartaric 

acid employed ranges from 0.005 to 0.2 weight 
percent based on the dry plaster used in the 
mix. 

12. A method according to claim ill wherem 
15 the total amount of tartaric acid employed 

ranges from 0.01 to 0.1 weight percent 
based on the dry plaster. 

13. A method according to claim 12 wherem 
the total amount of tartaric acid employed 

20 ranges from 0.03 to 0.09 weight percent based 
on the dry plaster. 

14. A method according to claim 13 wherem 
tartaric acid is employed in an amount of from 
0.03 to 0.07 weight percent based on the dry 

25 plaster used in the mix. 

15. A method according to clami 14 wherein 
the amount of tartaric acid employed is from 
0.03 to 0.06 weight percent based on the dry 
plaster used in the mix. 

30 16. A method according to any of claims 



8 to 15 wherein the mix is case and set under 
non-alkaline conditions. . 

17. A mc±od according to any of claims 

8 to 16 wherein the cast article is a gypsum 
plasterboanL 

18. A cast gypsum plaster article substan- 
tially as described in any one of Examples 1 
to 6 and 7. . 

19. A cast gypsum plaster article substan- 
tially as described in Example 8 or 9. 

20. A cast gypsum plaster article sii>stan- 
tially as described in Example 6a or 9a. 

21. A gypsum plastexi)oard substantially as 
hereinbefore described in any one of Exwnples 
10 to 12. 

22. A gypsum plasterboard substanuaily as 
described in Example 13 or 14. 

23. A gypsum plasterboard substantially as 
described in Examples 15, 16 and 17. 

24. A method of making a cast gypsum plas- 
ter article substantially as described in any one 
of Examples 1 to 6, 7 to 9, 13 and 14. 

25. A method of making a cast gypsum plas- 
ter artidc substantially as described in any one 
of Examples 6a, 9a, and 10 to 1>2. 

26. A cast gypsum plaster article prepared 
by a method according to any one of claims 

9 to 17. 

REDDIE& GROSE, 
Agents for the Applicants. 
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Commissioner for Patents * May 8, 2006 

P.O. Box 1450 -TQ 1700 

Alexandria, VA 22313-1450 

Sir: 

Under the provisions of MPEP § 1134.01 and 37 C.F.R. § 1.99, the Examiner is 
hereby advised of the following document which is believed to be relevant to the above- 
identified application, which was published as U.S. Application Publication No. 
2006/0048680 Al on March 9, 2006: 

GB Patent No. 1.226,333 - Published on March 24, 1971. 



A Copy of the above listed document is attached hereto. 
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^ Enclosed is the fee under 37 C.F.R. § 1 .17(p) in tlie amount of $180.00. 

^ This subnnission was served upon the Applicant in accordance with 37 C.F.R. 
§ 1 .248 by nnailing a copy of this submission by first class mail on May 8, 2006. Please see 
the Certificate of Service attached hereto. 

This submission has been filed within two (2) months of the publication of the 
corresponding U.S. Application Publication No. 2006/0048680 A1. 

If necessary, the Commissioner is hereby authorized in this, concurrent, and future 
replies, to charge payment or credit any overpayment to Deposit Account No. 02-2448 for 
any additional fee required under 37 C.F.R. §§ 1.16 or 1.17; particularly, extension of time 
fees. 

Respectfully submitted, 

BIRCH, STEWART, KOLASCH & BIRCH. LLP 
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P.O. Box 747 

KM/DAB/jg Falls Church, VA 22040-0747 
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address: 

Buchanan Ingersoll PC 
P.O. Box 1404 
Alexandria. VA 22313-1404 
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Joe M. Muncy 
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